TUESDAY, 2isx AUGUST, 1894.
			Stifong   Weak		Wacli		
Tank.	Time.   Discharging" and Filling.	Time.   Discharging and Filling.	Solution.	Solution.	Water. Tons.	Remarks.	Volumetric Determination of the Strength of the Solutions.
			Tons.      Ions.				
No. i	Leaching dry.						6.15a.m.   Tank No. I.   Solution
							contained 0*026 per cent. KL. Cy.
No. 2 \	9. 30 a.m.   5 tons. 5.30 p.m.   5  „	1. 30 p.m.   5 tons. 9      P.m.   5  „	70     i 10 ;     IO				
							8,30 a.m.    Strong solution contained 0-050 per cent. K. Cy.
[	12.30 a.m.   5  „ 6.10 a.m. to	3.20 a.m.   5  „ 7 a.m.    Water.	i     IO		5		10 a.m.    Tank No. 4,    Solution
							contained 0-004 per cent- K- Cy. 1 1. 45 a.m. Tank No 4.   Solution
			40     !				
Xo  , I;    9- 15 a-m.   5 tons. A    ' ^ i!    4-IOP-m.   5  „ \\ 12.40 p.m.   5 „		1. 1 5 p.m.   5 tons. 8.50 p.m.   5  „ 3.30 a.m.   5  „	10                       \ 10                     : IO				contained 0-008 percent. K. Cy. 2 p.m.   Tank No. 4.    Solution contained O'Oi 2 per cent. K, Cy. 5 p.m.    Tank No. 4.    Solution
/			15				contained 0-016 percent. K. Cy.
No. 4	9      a.m.   5 tons. 5.20 p.m.   5  „	I      p.m.   5 tons, 10.15 p.m.   5  „	10 10				7.45 p.m.    Tank No. 4.    Solution contained 0-022 per cent. Kc^
(	3. 40 a.m.   5  ,,		5				. Cy.
							9.35 p.m.    Tank No. 4.    Solu-
No. 5 I	Discharging and Filling. 3.40 p.m. till / p.m. from No. 3 solution tank.			10	1		tion contained 0-028 per cent. K. Cy. 10. 30 p.m.    Tank No. 4.    Solu-
(	8. 40 p.m.   5 tons.	10.30 p.m.   5 tons.	10				tion contained 0-03 per cent.
\	3. 50 a.m.   5  „		5				K. Cy.
